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wherein: m=2-1 0, preferably 4-8; , Rg. R5, Re. equal to or different from each other, are H or C^-Cg alkyi groups; 

B) a fluorinated compound as crosslinking radical Initiator; 

C) a fluorinated bis-olefin of structure (1) as crosslinking agent; 

the radical crosslinking being carried out at' a temperature in the range 250*0-31 O^'C, preferaably 260''C-300''O. - 
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Description 

[0001] The present Invention relates to sulphonic fluorinated ionomers crossllnked by radical route suitable for the 
preparation of membranes for electrochemical applications, in particular for fuel cells, and as Ionic exchange resins 

5 acting as catafysts. 

[0002] Specifically, the invention relates to sulphonic fluorinated Ionomers crossllnked by radical route characterized 
by a high hydration degree, both at room temperature and at high temperature (up to 180**C), without substantially 
:* compromisingihe physical Integrity of the obtained membranes, wherefore they are usable also at high temperatures 
in the range of 120°C-1B0^C, 

10 [0003] It is known In the prior art the use of the class of polymers called by the tema "ionomers" in electrochemical 
applications, such for example In fuel cells, chlorosoda cells, lithium batteries and In reactors in which the ionomer acts 
as a solid catalyst. These applications implies the contact of the Ionomer with a liquid, in particular water, having affinity 
with the Ionic fuoctional groups of the ionomer itself. 

[0004] Generally, the larger the amount of Ionic groups present In the chain, the better the efficiency of the Ionomer 
15 application, both In tenns of capability of ionic exchange In electrochemical applications, and in temis of catalyst activity 
in catalysis applications. From this point of view, an Important parameter is the equivalent weight of this Ionomer. The 
lower the equivalent weight, the higher the percentage of sulphonic groups present In the chain. Therefore, ionomers 
having a low equivalent weight are desirable since they give a higher application efficiency. 

[0005] In electrochemical applications, for example in fuel cells, there is a direct correlation between the polymer 
20 conductivity and the water retention from the Ionomer Itself. The ionic conductivity of the polymer, besides being in- 
creased by the greater presence of ionic groups In the polymer, results increased, within an upper limit, also by the 
larger amount of water that the polymer is capable to retain (swelling degree). However, the excessive affinity of the 
Ionomer with water has as a consequence the drawback of an excessive polymer swelling, which assumes a gelatinous 
state consequently losing Its physical integrity. The Ionomer becomes therefore completely unusable in all the appli- 
es cations wherein It is required under a solid form. 

[0006] Also In the applications wherein the ionomer Is mixed with or deposited on a support material, suitable to 
guarantee the shape and the physical Integrity of the final membrane, the ionomer must however show a physical 
consistency sufficient to prevent the release thereof from the support and It must be Insoluble in the liquid medium with 
which it comes into contact during the use. 
30 [0007] Besides, the ionomeric membrane must be activated before the use, wherefore the chemical transformation 
of the precursor groups •SO2F Into the corresponding sulphonic groups -SO3H Is necessary. The membrane activation 
is earned out first by contacting it with an alkaline aqueous solution and then with an acid solution. During this trans- 
fomriatlon phase. If the ionomer has a high swelling degree, it can partially or completely dissolve in the reaction medium. 
At this point, It is Impossible to recover the ionomer and separate it from the other products of the transformation 
35 reaction. 

[0008] In the prior art, to obtain a limited Ionomer hydration and sufficient physical Integrity, polymers having a high 
equivalent weight, of the order of 1,000-1 ,200, are used i.e. having a low concentration of sulphonic groups, which 
represent the hydrophllic part of the polymer. Therefore, Ionomers having a high equivalent weight absorb a limited 
amount of water, which guarantees the polymer insolubility. On the other hand, having few ionic groups, they have the 

40 drawback to give membranes having a lower Ionic conductivity during the application. An example of said ionomers is 
represented by the commercial product NAFION® , used in fuel cells and having an equivalent weight of the order of 
1 ,000-1 ,100. The membranes obtained from said ionomers have good mechanical properties. However, If these mem- 
branes are used at temperatures higher than 1 0O-C, the Interstitial water, which Is the can-ier of the protons H+ in fuel 
cells, tends to reduce Itself, wherefore the membrane tends to dehydrate and the membrane conductivity Is drastically 

45 reduced. As a consequence, the membranes obtained by NAFION® are not efficiently usable at temperatures higher 
than iao°C. 

[0009] USP 4,940,525 describes sulphonic ionomers having a low equivalent weight, lower than 725, used to obtain 
unsupported thtek membranes for fuel cells, only If the hydration product of the polymer is low, lower than 22,000. So 
low hydration values are indeed necessary for maintaining the physical Integrity of the ionomer having equivalent 
so weights lower than 725, provided that the equivalent weight is not lower than 500 (col. 6, 8-1 6). Therefore, according 
to the description of this patent. It Is impossible to obtain sulphonic Ionomers of equivalent weight lower than 500 having 
the property of the insolubility In water. Besides, no mention is made to the behavior of the membranes at high tem- 
peratures, of the order of 120*C-160*C. 

[0010] The need was felt to have available sulphonic fluorinated ionomers such that the obtained membranes have 
55 a high hydration percentage, both at room temperture and at high temperature (up to about 1 80°C) without substantially 
compromising the membrane physical Integrity, wherefore the membranes are usable also at high temperatures, of 
the order of 120^0-1 80»C, in electrochemical applications. Said membranes can be used also as Ionic exchange resins. 
[0011] An object of the present Invention are therefore crossllnked sulphonic fluorinated ionomers obtainable by 
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. radical crosslinking of : 



A) crossllnkable sulphonic fluorinated ionomers, having equivalent weight 380-1300 g/eq, preferably 380-800 g/ 
eq, and comprising: 



5 



from 48% to 85% by moles of monomeric units deriving from tetrafluoroethylene (TFE) ; 
from 15% to 47% by moles of fluorinated monomeric units containing sulphonyl groups -SO2F; 
from 0.01 % to 5% by moles of monomeric units deriving from a bis-olef in of formula: 



10 




(I) 



15 



wherein: m=2-10, preferably 4-8; 
Ri. squal to or different from each other, are H or C^-Cg alkyi groups; 

B) a fluorinated compound as crosslinking radical initiator; 

C) a fluorinated bis-olef In of the above structure (I) as crosslinking agent; 

20 the radical crosslinking being carried out at a temperature In the range 250**C-31 0'C, preferably ZSO^^C-SOO'^C. 

[0012] Among the fluorinated monomers containing sulphonyl groups -SOgF we can mention: 

- F2C=CF-0-CF2-CF2-S02F; 

25 - F2C=CF-0- [CF2-CXF-0]n, -CF2-CF2-SO2F 

wherein X=CI, F or CF3; n'=1-10; 

- F2C=CF-0-CF2-CF2-CF2-S02F (vinylsuiphonylfluoride) ; 
30 - F2C=CF-Ar-S02F wherein Ar is an aryl ring. 

[0013] Preferably the crossllnkable fluorinated sulphonic Ionomers A) comprise: 

- from 54% to 71% by moles of monomeric units deriving from TFE; 

35 - from 45% to 28% by moles of monomeric units deriving from vinylsuiphonylfluoride F2C==CF-0-CF2-CF2-S02F; 
• - an amount higher than 0.4% by moles up to 3% by moles, more preferably from 1 % to 2.5% by moles of monomeric 
units deriving from the bis-olefin of formula (1). 

[0014] As regards the radical Initiators B) used In the radical crosslinking of the present Invention, they are selected 



(d) - branched perfluoroalkanes of.fomriula: 

CaF2a+2 Wherein a=5-15, preferably 7-11; 

(e) '- halogenated compounds of formula; 

CI02S(CF2)nS02CI wherein n=4-10; 

(f) - peroxidic perfluoropolyether compounds having oxidizing power in the range 0.8-6, preferably 1-3.5, of struc- 
ture T-0- (R,) - {0)c-r 



40 



from: 



wherein: 



50 



T,T' = -I 



■CF3, -CF2CF3, -CF2CF2CF3 



55 



erably 



c Is an Integer such as to give the above oxidizing power; 

Rf perfluoropolyether chain having a number average molecular weight In the range 1 ,000 and 30,000, pref- 



4,000-20,000, comprising one or more of the following units: 



3 



EP1 179 548A1 



-(CFaO) - {CF2CF2O) • (CF2CF2CF2O) - . - (CaFgO) - 
Preferably the perfluoropolyether chain Rf is selected from the following structures: 

5 

-(CFgO)^, (CFaCFaO)^.- 

with b'/a' in the range 0.1-40, preferably 0.5-20. a' and b' being integers such as to give the above molecular 
10 weight; 

-(CF20),.(C3F60)d.. 

15 with c7d' In the range 0.01-5, c* and d' being integers such to give the above molecular weight. 

As oxidizing power it is meant the amount In grams of peroxidic oxygen per 100 grams of polymer. 
[0015] As radical initiator, a peroxidic compound of formula (f) with the above oxidizing power Is more preferably 
used. The preparation of the peroxidic initiators (f) can be carried out according to the processes described In USP 
3,847,978 and 5.488,1 81. 

20 [0016] it has been found by the Applicant that both in the case of too low oxidizing power and in the case of too high 
oxidizing power, the crossiinlcing of the lonomeric chains is poor. The Applicant has found that using as Initiator the 
compound of fonnula (f) having an oxidizing power within the above values, a very good level of crossllnking is obtained. 
[0017) When a radical Inltlatlor of fonnula (f) is used for the crossllnking, It is fed In a concentration in the range 2%- 
10% by weight, preferably 3-6% by weight with respect to the weight of the suiphonic ionomer 

25 [0018] As regards the crossiinking agent bls-oiefin of fonnula (I), it is fed In a concentration in the range 3%-25% by 
weight, preferably 4-8% with respect to the weight of the suiphonic ionomer. 

[0019] According to a not binding theory, the Applicant keeps that in the crossiinking initial phase, the radical initiator 
has the function to remove a proton from the bls-oiefin of fonnula (1) present In the chain of the suiphonic ionomer. The 
so formed radical can attack the double bond of the bis-olefin c) introduced as crossllnking agent and generate the 
30 first part of the reticule. The repetition of this H* extraction event on another ionomeric chain allows the reticule forma- 
tion. 

[0020] A further object of the invention are the supported or self-supported membranes, and their process of prep- 
aration by using the crosslinked suiphonic fluorinated ionomers of the present Invention. 

[0021] For supported membranes, foamed PTFE, preferably bistretched, can be used as support, having a suitable 
35 dimension In connection with the electrochemical cell, having a thickness comprised between 10 p.m and 50 pm. For 
the preparation of supported membranes, first a solution is prepared fomned by: 

A) a solution of the suiphonic Ionomer In a fluorinated solvent selected from: hexafluoroxylene, perfluorohexane, 
perf luorooctane, perfiuorobenzene, perfluoropolyether solvents, ftuoroether solvents. 
40 B) a radical Initiator of formula (d), (e) or (f); 

C) the bis-olefin of fonnula (I) as crossllnking agent. 

[0022] The porous support of foamed PTFE Is dipped In the solution fomied by A)+B)+C) for a time comprised 
betweeTi 10 seconds and 1 minute; the impregnation is repeated more times until an impregnated membrane Is ob- 

45 tained. Subsequently the lonomeric solution excess Is removed from the support, for example by a roller system. The 
supported membrane obtained by impregnation is then dried at 25*»C for about 1 hour, to remove the fluorinated solvent. 
[0023] At this point, the membrane is crosslinked at the above mentioned temperature, for a reaction time equal to 
6 half-lives of the used initiator, I.e. until a decomposition of about 99% of the Initiator. When a radical Initiator of fonnula 
(f) Is used, the crossiinking average time generally ranges from about 10 seconds to 3 minutes. 

50 [0024] Alternatively, the preparation of the supported membrane can be canled out by casting, in the case of thick 
membrane (self-supported), the membrane can be obtained by casting or by press. In the latter case a film of the 
solution A)+B)+C) is placed between two metal plates containing a metal frame, which confers to the resulting mem- 
brane the desired thickness. Then, the plate/frame/film system is put In a press oven applying a weight of about 
500-2,000 kg, preferably 750-1 ,590 Kg. 

55 [0025] The supported or thick membranes, obtained from the suiphonic ionomers crosslinked by the method of the 
present Invention have a thickness ranging from 10 fim to 300 jim depending on the used preparation method. The 
membrane appears transparent, in some cases light brown-coloured. The morphological analysis at the microscope 
of the obtained membrane shows a substantially uniform, smooth and completely free from holes surface. 
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[0026] The obtained membrane, when It appears light brown-coloured, can be decolorated. Decoloration can be 
canied out by dipping the membrane In the -SOgFfomi Into an aqueous solution containing HgOg at 9% (weight/volume) 
and HNO3 at 10% (weight/volume) at 50«C for about 4-6 hours. A colourless and transparent membrane Is obtained 
with a maximum weight loss lower than 1% by weight (colour loss higher than 95% by UV analysis). The decoloration 
5 treatment can be carried out both before and after the membrane activation treatment described hereunder. 

[0027] The membrane Is then subjected to the activation treatment for transfomiing the sulphonyl groups -SOjF Into 
sulphonic groups -SO3H. The activation implies 2 steps: 

salification for transforming the -SO2F fomi into the -SO3 form; 
10 - acidification for transforming the -SOq form into the •SO3H form". 

[0028] Salification is canrled out by dipping the membrane obtained after the crossfinking reaction in a basic aqueous 
solution of KOH-or of NaOH at a temperature such as to have an almost total conversion Into the -SO3 groups. 
[0029] It has been found by the Applicant that, for equivalent weights lower than 800, a temperature in the range 

15 S^C-ACC, for a time comprised between 4 and 40 hours, can be used. The 97% of the conversion takes place in the 
first 20-30 minutes of reaction; further 5 hours are necessary for obtaining the required conversion of 99.9% (upper 
limit of instrumental detection). The weight loss due to the dissolving of the salified membrane in water is lower than 
20%. Temperatures higher than 40*0, shorten the conversion times, but they remarkably increase the weight loss of 
the membrane (for example operating at 70X, there is a weight loss equal to 90-95%). Therefore, the crosslinked 

20 membranes obtained from the sulphonic fluorinated ionomers having a low equivalent weight of the Invention show 
the additional advantage to be salified at room temperature. 

[0030] At the end of the salification, the membrane is dipped into a distilled water bath at 25'C for washing the 
residual base. 

[0031] The acidification Is carried out by dipping the salified membrane In an aqueous solution containing the 20% 
25 by weight of HCI at 25^C for 5 hours. The conversion is equal to 99.9% 20with a weight loss of the membrane in the 
-SO3H fonn lower than 1%. The resulting crosslinked. optionally decolorated, membrane in the -SO3H form, is suitable 
to be used in applications of electrochemical type, for example of fuel ceil type or in catalysis applications as ionic 
exchange resin. 

[0032] The crosslinked membranes of the Invention after activation, I.e. In the -SO3H fomi, show the following pro- 

30 peties: 

- amount of gels higher than 85%, generally higher than 90%; 

• after drying and hydration in water at 1 00"»C for 30 minutes, the membrane substantially remains integer without 
dissolving in water. 

35 

[0033] As "gel" is meant the insoluble part of the polymer and the % by weight of gels is correlated with the crosslinking 
degree of the lonomer itself. Indicatlvely, the higher the % by weight of gels, the lower the amount of uncrossllnked 
lonomer. 

[0034] Tests carried out by the Applicant (see the Examples) show that the obtained membranes, notwithstanding 
40 the high hydration percentage, have a good physical integrity and they are substantially insoluble In water both at low 
and at high temperature (up to about 1 80''C). In particular, the T^ values (interstitial water release temperature) obtained 
by thennogravimetric analysis TGA, result surprisingly high. 

[0035] The interstitial water is the carrier of the H+ protons In fuel cells, wherefore the invention membranes, having 
a T, in tfie range 1 BO'^C-1 80*»C, are capable to mantain a good conductivity also at very high temperatures, for example 
45 of the order of about 160*»C. This is surprising and unexpected since the membranes of sulphonic ionomers known in 
the prior art are not usable in an efficient way at temperatures higher than 1 00"C. 

[0036] Besides in the preparation of membranes for fuel cells, the sulphonic Ionomers of the present Invention can 
successfully be used In the preparation of Ionic exchange resins for carrying out chemlco-physlcal separations and as 
acid catalyst for chemical reactions. The crosslinked lonomer of the invention, when used as an acid catalyst, appears 

so extremely effective since it allows to obtain high yields in short times. 

[0037] As regards the preparation of crosslinkable sulphonic fluorinated Ionomers, It can be canied out by polymer- 
ization in aqueous emulsion according to well known methods of the prior art, In the presence of radical initiators (for 
example, alkaline or ammonium persulphates, perphosphates, perborates or percarbonates), optionally In combination 
with ferrous, cupric or silver salts, or other easily oxidizable metals. In the reaction medium also surfactants of various 

S5 type are usually present, among which the fluorinated surfactants of formula: 

R,-X' M* 
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are particularly preferred, wherein R, Is a OyC^s (per)fluoroalkyl chain or a (per)f luoropolyoxyalkylene chain, X- is-COO" 
or -SO^', M+ Is selected from: H+, NH4+, alkaline metal Ion. Among the most commonly used we remember: ammonium 
perfluorooctanoate, (per)fluoropolyoxyalkylenes ended with one or more carboxyllc groups, etc. 
[0038] When the polymerization Is over, the lonomer Is Isolated by conventional methods, such as coagulation by 
5 addition of electrolytes or by cooling. 

[00391 Alternatively, the polymerization reaction can be canled out In bulk or In suspension, In an organic liquid 
wherein a suitable radical initiator Is present, according to well known techniques. 

[0040] The polymerization reaction Is generally carried out at temperatures in the range aS'-l SO'^C, under pressure 
uptolOIVIPa. 

10 [0041] The preparation of the sulphonic fluorlnated ionomers of the invention is preferably carried out In aqueous 
emuision in the presence of an emulsion, dispersion or microemulsion of perfluoropolyoxyalkylenes, according to USP 
4,789,717 and USP 4,864,006. 

[0042] The present Invention will be now better Illustrated by the following embodiment Examples, which have a 
merely indicative purpose but not limitative of the scope of the Invention Itself. 

15 

EXAMPLES 

Characterization 



20 Percentage of gels 

[0043] The "gel" terni Is defined as the Insoluble part of a polymer In the same solvent wherein it was soluble before 
the crosslinklng. The % of gels is therefore correlated with the crosslinking degree of the polymer itself. 
[0044] The gel % Is evaluated before and after the crosslinklng by the following procedure: 

25 

- the ionomer is solubilized in perf luorohexane with an ionomer/solvent concentration of about 25% (weight/volume); 

- the solution is left under stirring at 40°C for 24 hours; at the end the % by weight of lonomer which is not dissolved 
Is evaluated. 

30 Percentage of hydration 

[0045] After drying (1 hour at 60'C), the membrane Is weighed and subsequently hydrated in distilled water at 1 00*C 

for 30 minutes; then it Is extracted from water, dried on the surface and weighed again. 

[0046] The hydration percentage H% of the membrane ls"evaluated according to the following formula: 

35 

H% = 1 00 X (hydrated membrane weight-dried membrane weight- 
/dried membrane weight) 

40 

Percentage of extractable substances 

[0047] The dried membrane is first weighed and then put in a solution of ethanol/Water 40/60 by weight at 50°C for 
22 hours. Subsequently the solution Is filtered on filter Whatman 541 . The filtered product is dried at 80"C and the dry 
^ residue is weighed. 

[0048] The percentage of extractable substances E% is calculated according to the following formula: 



50 



55 



E% = 1 00 X (dry residue weight/membrane Initial weight)' 

[0049] The iowerthe percentage of extractable E%, the higher the chemlcp-physical resistance of the obtained mem- 
brane. 

Release temperature of the interstitial water 

[0050] The release temperature T^ of the interstitial water is evaluated by thennogravlmetric analysis (TGA). 
[0051] An amount of about 10 mg of the membrane, hydrated In distilled water at 100'C for 30 minutes. Is analyzed 
In a thennogravimetric analyser Pertain Elmer model TGA7. After having been maintained In N2 flow at room temper- 
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ature, the sample is heated with a temperature gradient of 10*C/min up to 80*0, temperature at which it Is maintained 
for 5 minutes. Subsequently the sample is cooled at the same rate until room temperature, at which It is maintained 
for 10 minutes. Then the themiogravlmetric analysis starts by heating the sample at a rate of lO'^C/mln. 
[0052] The TGA cun/e derivative allows to go back to the value of the release temperature T^ In correspondence of 
5 the second minimum of the derivative of the TGA curve. The higher the temperature T^, the greater the capability of 
the membrane to retain water and consequently to lead also to high temperatures. 



EXAMPLE 1 



10 [0053] In a 2 litre autoclave, the following reactants are introduced: 

700 ml of demineralized water; 

- 45 ml of the^nrionomer of fomiula CF2=CF-0-CF2CF2-S02F; 

- 29 g of a microemulsion of perfluoropoiyoxyatkylenes previously obtained by mixing: 

1$ 

• 11 .6 g of a perfiuoropolyoxyalkylene having a potassium salified add end group of formula: 

ClCF20{CF2-CF(CF3)0)„(CF20)„CF2COOK 

20 

wherein n/m=10 having number average molecular weight 527; 

- 5.8 g of a perfluoropolyether oil Galden® D02 of formula CF30(CF2-CF (CF3)0)n(CF20)„CF3 

wherein n/m=20 having average molecular weight 450 

- 11.6 g of water; 

25 

. 240 g of a bis-olefin of fonmula CH2=CH-(CF2)6-CH=CH2 fed in a Galden® D02 solvent obtaining a solution at 
30% by volume of bis-olefin. 

[0054J The autoclave, kept under stirring at 700 rpm, has been heated up to 50^C. 400 ml of an aqueous solution 
30 having a concentration of 20 g/1 of potassium persulphate (KPS) are then fed into the autoclave. The pressure is brought 
to 3 absolute bar Introducing TFE. The reaction starts after 3 min. The pressure is maintained at 3 absolute bar by 
feeding TFE. 

[0055] The total mass of TFE fed to the reactor is equal to 760 g. The total mass of sulphonyl monomer CF2=CF- 
O-CFsCFg-SOsF fed to the reactor is equal to 2,126 g. 
35 [0056] The reaction is stopped after 280 mIn from the starting, lessening the stirring, cooling the reactor and venting 
the TFE. The produced latex has a solid content of 25% by weight. The latex is coagulated by freezing, the polymer 
is separated from the mother liquors and dried at 100°C for 8 h at room pressure. The composition by moles of the 
copolymer detennined by NMR results to be: 

62.9% TFE, 35.1% sulphonic monomer, 2% bis-olefin. The equivalent weight results of 480 g/eq. 
40 [0057] On a sample of sulphonic lonomer obtained from the polymerization, the gel % is evaluated according to the 
above procedure. A value of gels equal to 1 0% Is obtained and the lonomer almost completely dissolves In solution. 

Crosslin king 



45 [0058] 17.64 g of lonomer obtained by the above described polymerization are dissolved in 82.36 g of a perfluor- 
opolyether solvent of formula CF3CF20-{C3F60)3-CF2H obtaining an ionomeric solution having an lonomer concen- 
tration equal to 1 7.64% by weight. 
To 100 g of the ionomeric solution: 

50 - 5% by weight refen-ed to the lonomer of the bis-olefin of formula CH2=CH-(CF2)6-CH=GH2; 
- 4% by weight of an initiator having the fomiula: 



T-0-(R,)-(0)^-r 

55 

are added 



wherein: T.Ts-CFg 
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c Is an integer such to give an oxidizing power equal to 2; Rp perfluoropolyether chain having a number average 
nnolecular weight In the range 6,500-7.500, and structure: 



5 -{CF20)3.(CF2CF20)b.- 

wlth bVa' in the range 0.5 and 20, a* and b' being Integers such as to give the above indicated molecular weight. 
" [0059] A mother solution containing sulphonic lonomer, bis-oiefin and radical initiator is obtained. 

[0060] 85% of the solvent is evaporated under light nitrogen flow. The remaining 15% of the solvent is evaporated, 
10 leaving the mother solution under ventilation of an inert gas. An homogeneous film formed by ionomer, bis-olefin and 
radical initiator is thus obtained. 

[0081] Crosslinlcing of the ionomeric film is carried out a temperature of 270C«. The reaction time is equal to 35 
seconds. After crossllnking the percentage by weight of gels on the basis of the above procedure is evaluated. A gel 
value equal to 98% Is obtained. The lonomer can then face the subsequent activation reaction for transforming the 
15 sulphonyl groups - SO2F Into sulphonic groups -SO3H without substantial material loss. 

EXAMPLE 2 " _ ' 

[0062] Example 1 is repeated with the difference that the used amount of bis-oiefin of formula 
20 CH2=CH-{CF2)6-CH=CH2 is equal to 15% by weight with respect to the sulphonic ionomer. 
A mother solution containing sulphonic lonomer, bis-olefin and radical Initiator is obtained. 

[0063] 85% of the solvent Is evaporated under light nitrogen flow. The remaining 15% of the solvent is evaporated 
by leaving the mother solution under ventilation of an Inert gas. An homogeneous film formed by lonomer, bis-olefin 
and radical initiator Is thus obtained. 
25 [0064] Crossllnking of the Ionomeric film Is carried out a temperature of 270C^ The reaction time Is equal to 35 
seconds. After crosslinlcing a gel value equal to 96% Is obtained. 

EXAMPLE 3 

30 [0065] Example 1 is repeated but using the initiator of Example 1 In an amount equal to 3% by weight with respect 
to the ionomer. The crossllnking procedure of Example 1 Is repeated. After crosslinidng according to the method of the 
present Invention, a gel value equal to 90% is obtained. 

EXAMPLE 4 

35 

[0066] Example 1 is repeated, using an Initiator having the same structure of that of Example 1 , but with an oxidizing 
power equal to 3.5 

The crossllnking temperature is equal to 290*>C. 

After crossllnking according to the method of the present invention, a gel value equal to 86% Is obtained. 

40 

EXAMPLE 5 (comparative) 

[0067] Example 1 is repeated, but carrying out the crossllnking at the temperature of 21 0'C. 
After a reaction time equal to 30 minutes the percentage of gels Is evaluated. A gel value equal to 10% Is obtained. 
^5 This Example shows that at the temperature of 2^0°C the crossllnking reaction of the invention does not take place. 

EXAMPLE 6 (comparative) 

[0068] Examaple 1 Is repeated with the difference that the used amount of bis-olefin of formula 
50 CH2=CH-(CF2)6-CH=CH2 Is equal to 2% by weight with respect to the sulphonic lonomer. 
The crossllnking procedure of Example 1 Is repeated. 

At the end of the crossllnking the gel % results equal to 60%. This Example shows that when the % by weight of 
crosslnking agent (bis-oiefin) Is lower than the defined range, the crossllnking reaction of the Invention only partially 
takes place. 

55 

EXAMPLE 7 (comparative) 

[0069] Example 1 1s repeated, using an initiator having the same structure of that of Example 1 . but with an oxidizing 
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power equal to 0.4, In an amount of 1 0% by weight with respect to the lonomer. 
The crossllnking procedure of Example 1 Is repeated. 

The gel % results equal to 10%, This Example shows that when the oxidizing power of the initiator is lower than 0.8, 
the crossllnking reaction of the invention does not take place. 

5 

EXAMPLES 

Activation 

10 [0070] The film obtained by the crossllnking earned out In Example 1 Is subjected to a salification treatment for 6 
hours at 25'C in a KOH aqueous solution at 10% by weight. The 97% of the conversion takes place in the first 20-30 
minutes of reaction; further 5 hours are Instead necessary for obtaining the required conversion of 99.9% (upper limit 
of Instmmental detection). The weight loss due to the dissolving of the salifled membrane In water is equal to 14%. 
At the end of the salification, the membrane Is dipped Into a distilled water bath at 25°C for washing the residual KOH. 

IS [0071] The acidification Is carried out by placing the sailfled membrane In an aqueous solution containing the 20% 
by weight of HCI at 25'C for 5 hours. The conversion Is equal to 99.9% with a weight loss of the membrane in the 
-SO3H fomn lower than t%. 

[0072] The previous treatment of salification and acidification Involves the complete transfonnatlon, In the limits 
detectable at the FTIR analysis, of the -SOgF groups Into sulphonic groups -SO3H. 
20 [0073] This Example shows that the crosslinked film according to the method of the present invention can advanta- 
geously be sailfled at room temperature. 

EXAMPLE 9 

25 [0074] A membrane is prepared by using as a support, bistretched foamed PTFE having thickness of 35 jim and 
porosity equal to 0.2 \im. 

[0075] 17.64 g of lonomer obtained by the polymerization of Example 1 are dissolved In 82.36 g of a perfluoropoly- 
ether solvent of fomiula CF3CF2O- (C3F60)3-CF2H obtaining an lonomerkj solution having an lonomer concentration 
equal to 17.64% by weight. 
30 To 1 00 g of the ionomeric solution: 

- 5% by weight refen-ed to the lonomer of the bis-olefin of Example 1 ; 

- 4% by weight of the radical Initiator of Example 1 ; are added. 

35 A mother solution containing sulphonic lonomer, bls-olefln and radical initiator is obtained. The porous support of 
foamed PTFE is dipped into this solution for 1 0 seconds; the impregnation Is repeated 3 times, until a 1 00% Impregnated 
membrane, completely transparent, having thickness of 110 jim, is obtained. Subsequently the Ionomeric solution In 
excess is removed from the support by a roller system. The supported membrane obtained from the Impregnation Is 
then dried at SCC for about 1 hour, to eliminate the fiuorinated solvent. 

40 [0076] At this point, the membrane Is crosslinked at the temperatue of 270**C for a reaction time equal to 35 seconds. 
Then the membrane Is activated in the -SO3H fomi following the procedure described in Example 8. The weight loss 
% during the activation is equal to 1 2.6%. 

A percentage of extractable substances E% equal to 2% Is detemnlned. 
The percentage of hydration H% Is equal to 40%. 
<5 The release temperature T, of the Interstitial water is 1 75**C. 

EXAMPLE 10 

[0077] A membrane is prepared following the same impregnation procedure of Example 9, but using as a support 
50 monostretched foamed PTFE having thickness of 60 fim and porosity equal to 0.45 jun. 

[0078] As solvent for the Ionomeric solution CH30C4Fg (HFE 71 00) is used. Crossllnking takes place at the temper- 
ature of 270°C for a reaction time equal to 35 seconds. After crossllnking, the membrane Is activated In the -SO3H 
fonm following the procedure of Example 8. 

[0079] The so obtained Ionomeric membrane, having thickness of 65 jim, is dried for 1 h at 50'C. 
55 The percentage of extractable subsatances E% Is 20%. 
The percentage of hydration H% Is equal to 40%. 
The release temperature T, of the Interstitial water Is 168^0. 
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EXAMPLE 11 



[0080] A non supported thick membrane is prepared by casting from solvent, using the same perfluoropolyether 
solvent of Example 9. Crossiinking takes place at the temperature^ of 27a°C for a reaction time equal to 35 seconds. 
5 After crossiinking, the membrane is activated In the -SO3H f omi following the procedure of Example 8. The weight loss 
% during the activation is equal to 12.6%. 

[0081] The so obtained ionomeric membrane, having thickness of 250 jim, is dried for 1 h at 50**C. 
The percentage of extractabie substances E% is 21 7o. 
The percentage of hydration H% is equal to 55%. 
10 The release temperature T^ of the interstitial water is 1 6rc. 

EXAI^PLE 12 

[0082] A supported membrane is prepared using as a support bistretched foamed PTFE having thickness of 35 gm 
15 and porosity equal to 0.2 nm. The procedure by casting is used, using the same pert luoropotyethersolvent of Example 9. 
[0083] Cros.sllnking takes place at the temperature of 270''C for a reaction time equal to 35 seconds. After crossiink- 
ing, the membrane is activated In the -SO3H form following the procedure of Example 8. 
[0084] The so obtained ionomeric membrane, having thickness of 65 jim, is dried for 1 h at 50°C. 
The percentage of extractabie substances E% is 11%. 
20 The percentage of hydration H% is equal to 92%. 

The release temperature T^ of the Interstitial water Is 1 64''C. 

EXAMPLE 13 

25 [0085] In this Example the membrane obtained in Example 9 Is used as acid catalyst in the Friedel-Craft acylatlon 
reaction. The Friedel-Craft reaction has been used as a test for evaluating the catalysis efficiency of the sulphonic 
groups present In the membrane. 

[0086] The 3% by weight of the membrane In the -SO3H forni of Example 9 Is added to an equlmoiar mixture of the 
reactants anisole and acetic anhydride with respect to the anisole. 
30 [0087] The reaction fonmation of the reaction product 4-methoxyacetophenone, carried out at a temperature of 22'C, 
reaches a conversion of 95% in 25 minutes and it Is completed with a conversion of 100% in 37 minutes. 
[0088] This Example shows that the crosslinked sulphonic fluorinated lonomers by radical route of the Invention can 
advantageously be used as acid catalyst for chemical reactions. 
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Claims 

1 . Sulphonic fluoiinated ionomers crosslinked by radical crosslinking of: 

A) crosslinkable sulphonic fiuorinated ionomers, having equivalent weight 380-1300 g/eq, preferably 380-800 
g/eq, and comprising: 

- from 48% to 85% by moles of monomeric units deriving from tetrafluoroethylene (TFE); 

- from 15% to 47% by moles of fiuorinated monomeric units containing sulphonyl groups -SOgF; 
• from 0.01% to 5% by moles of monomeric units deriving from a bis-olefin of formula: 



RjRj C = C -(CFJ„- C = CRsRg (I) 



wherein; m=2-10, preferably 4-8; 

Bi. R2> ^s* ^e- different from each other, are H or C^-Cg alkyt groups; 

20 

B) a fiuorinated compound as crosslinking radical initiator; 

C) a fiuorinated bis-olefin of structure (1) as crosslinking agent; 

the radical crosslinking being carried out at a temperature In the range 250»C-31 0'^C, preferably 260'*C-300**C. 

25 

2. Sulphonic fiuorinated ionomers crosslinked according to claim 1, wherein the fiuorinated monomers containing 
sulphonyl groups .-SO2F are selected from: 

- F2C=CF-0-GF2-CF2-S02F; 

30 - F2C=CF-0- [CF2-CXF-0]n, -CFg-CFg-SOgF 

wherein X=Cl,F or CF3; n'=1-10; 

- F2C=CF-0-CF2-CF2-CF2-S02F (vlnylsulphonylfluoride) ; 
35 - F2C=CF-Ar-S02F wherein Ar Is an aryl ring. 

3. Sulphonic fiuorinated Ionomers crosslinked according to claims 1 and 2, wherein the crosslinkable sulphonic fiuor- 
inated Ionomers A) comprise: 

<o - from 54% to 71 % by moles of monomeric units deriving from TFE; 

- from 45% to 28% by moles of monomeric units deriving from vlnylsulphonylfluoride F2C=CF-0-CF2-CF2-S02F; 

- an amount higher than 0.4% by moles up to 3% by moles, more preferably from 1% to 2.5% by moles of 
monomeric units deriving from the bis-olefin of formula (I). 

4. Sulphonic fiuorinated ionomers crosslinked according to claims 1-3, wherein the radical Initiators B) are selected 
from: 

(d) - branched perfluoroalkanes of formula: 

^a^2a+2 wherein a=5-15, preferably 7-11; 
50 (e) - halogenated compounds of formula: 

CIO2S (CF2)nS02CI wherein n=4-10; 
(f) • peroxidic periluoropolyether compounds having oxidizing power In the range 0.8-6, preferably 1-3.5, of 
stmcture T-0-(R,)-(0)c-r 
wherein: 



T,T' = -CF3. -CF2CF3. -CF2CF2CF3 
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c is an integer such as to give the above oxidizing power; 

Ri pert luoropolyether chain having a number average molecular weight In the range 1 ,000 and 30,000, pref- 
erably 4.000-20,000, comprising one or more of the following units: 

* - (CF2O)., - (CF2CF2O) - (CFgCFgCFgO) . (CgFeO) 

" sr Suiphonic'fiuorinated ionomers crossiinked according to claim 4, wherein the perfiuoropoiyether chain is se- 
lected from the following structures: 

10 

- (CFgO)^. (CF2CF20)b. - 

with bVa' In the range 0.1 -40. preferably 0.5-20, a* and b' being integers such as to give the above molecular weight; 

IS 

-(CF20)^,(C3FeO)d.- 

with cVd* in the range 0.01-5, c' and d' being Integers such to give the above molecular weight. 

20 

6. Sulphonic fiuorinated Ionomers crossiinked according to claims 4-5, wherein a radical initiatior off fonnula (f) is 
used in a concentration In the range 2%-10% by weight, preferably 3-6% by weight with respect to the weight of 
the sulphonic ionomer. 

25 7. Sulphonic fiuorinated Ionomers crossiinked according to claims 1 -6, wherein as crossilnking agent the bis-olefin 
of fomiuia (I) is used in a concentration in the range 3%-25% by weight, preferably 4-8% with respect to the weight 
of the sulphonic ionomer. 

8. Supported or self-supported membranes obtainable from the sulphonic fiuorinated ionomers crossiinked according 
30 to claims 1 -7. 

9. Supported membranes according to claim 8, wherein the support Is foamed, preferably bistretched, PTFE. 

10. Supported membranes according to claim 9, obtained by Impregnation, preparing a solution formed by: 

35 

A) a solution of the sulphonic Ionomer In a fiuorinated solvent selected from: hexafluoroxylene, perfiuorohex- 
ane, perfiuorooctane, perf luorobenzene, perfiuoropoiyether solvents, fluoroether solvents. 

B) a radical Initiator of fomiuia (d), (e) or (f); 

C) the bis-olefin of formula (I) as crosslinking agent; a porous support of foamed PTFE being dipped in the 
^0 solution formed by A)+B)+C) for a time comprised between 1 0 seconds and 1 minute and repeating the dipping 

more times; the impregnated membrane being crossiinked at the crossilnking temperature for a reaction time 
equal to 6 half-lives of the used initiator. 

11. Supported membranes according to claims 8-9, obtained from solvent by casting. 

45 

12. Self-supported membranes according to claim 8, obtained by casting or by press. 

13. Self-supported membranes according to claim 12, wherein a film of the solution A)+B)+C) of claim 10 Is placed 
between two metal plates containing a metal frame; the piate/frame/film system being put in a press oven applying 

so a weight of about 500-2,000 kg, preferably 750-1 ,500 Kg. 

14. IWembranes according to claims 8-13, wherein the sulphonyl groups -SO2F are transfomned into sulphonic groups 
-SO3H by 2 steps: 

55 - salification for transforming the -SO2F fonm Into the -SO3K fomi; 

acidlfteation for transfonnlng the -SO3K fomri into the -SO3H form. 

15. Membranes accaording to claim 14, wherein the salification is canied out In a basic aqueous solution of KOH or 
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of NaOH at a temperature in the range 5°C-40'*C for a time comprised between 4 and 40 hours. 

16. Membranes according to claims 14-15, wherein the acidification is carried out In an aqueous solution containing 
the 20% by weight of HCI at 25-C for 5 hours. 

1 7. A process for preparing sulphonic f iuorinated lonomers crossiinked by radical crossllnking according to claims 1 -7. 

18. A process for preparing supported or self-supported membranes according to claims 8-1 6. 

19. Use of sulphonic fluorinated lonomers crossiinked according to claims 1-7 for preparing membranes or acid cat- 
alysts. 

20. Use of the membranqs according to claims 8-1 6 in fuel ceils or as catalyst. 
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